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"Method of produc ing slabs of granuiated _stonc_ materials and/or sand bound jrith a 
hardenable resin and a shaped ^h^tjTor the production concerned" 

The present invention relates to the production of slab products made of a granulated stone 
material or sand bound with a hardenable resin and, more specifically, to an improvement in the 
production line thereof. 

The method of producing these slabs to which the present invention relates is the method 
according to which a mixture constituted by granulated material of a selected size and by 
synthetic resin is deposited in metered quantities on a conveyor belt which is advanced to a 
forming station (in which the mixture is subjected to a compaction operation under vacuum with 
simultaneous application of a vibration of predetermined frequency) and subsequently to a 
station in which the resin is hardened (preferably by the action of a catalyst and/or heat). 
Upstream of the forming station, the upper surface of the metered quantity of mixture deposited 
on the conveyor belt is covered by a sheet or layer of protective material which prevents the 
pressure plate of the press from being soiled by the mixture. 

In the past, this protective sheet material was paper, the use of which, however, was 
accompanied by some problems collateral to and downstream of the actual production line but 
none the less of considerable importance. 

In fact, after the hardening of the resin, the paper sheet remained strongly adhering to the 
surface of the hardened slab and was quite difficult to remove therefrom so that a suitable 
operation for the mechanical removal of the protective paper was required during the finishing 
of the slab. 

Subsequently, an improvement (described and claimed in European published Patent 
Application No. 0 786 325) was introduced, according to which the paper layer or sheet was 
replaced by a sheet of resilient material, preferably rubber. 

Upon completion of the hardening of the binding resin, the rubber sheet can thus in fact be 
pulled away from the surface of the finished slab and subsequently re-used. 
In the preferred embodiment, the support on which the mixture is deposited before being 
transferred to the station for compaction under vacuum and with vibration is also protected by a 
similar sheet of resilient material, particularly rubber. 

After the forming stage, the mixture deposited on the support and enclosed between the two 
rubber sheets is in the form of a slab at the edges of which the two protective rubber sheets are 
joined together by their respective overlapping edges, substantially completely enclosing the raw 
slab which has been formed but not yet subjected to the step of hardening of the resin binder. 
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Since, during compaction, a portion of the mixture, albeit a minimal portion, inevitably forms a 
flash interposed between the two edges, this flash forms deposits on the rubber sheets after the 
resin binder has been hardened and these deposits are difficult to remove because the two 
rubber edges do not remain in contact with one another during the hardening step, so that the as 
yet unhardened flash is detached from the body of the product. 

To prevent this problem, again in the previously known method, a release liquid is applied, 
immediately before use on the production line, to the two edges which are intended to meet. 
In spite of these measures, however, operations to clean the two rubber sheets, particularly in 
the region of the meeting edges are still necessary; although these operations are certainly less 
onerous than those previously connected with the removal of protective paper, they 
nevertheless necessitate a further operation in the production cycle in addition to that of the 
application of the release liquid to the two edges of the rubber sheets. 

Moreover, in order to meet the peripheral edge of the lower sheet in the region of the edges of 
the formed raw mixture and of the adjacent side thereof the peripheral edge of the upper rubber 
sheet has to be deformed, overcoming the natural resilience which would tend to return it to the 
completely flat configuration. 

The main object of the present invention is to solve these problems in an industrially 
advantageous manner. 

A more specific object of the present invention is to improve the method and plant described 
above so as to avoid the need for the application of release liquid and at the same time to 
prevent the formation of deposits on the rubber sheets, which necessitate laborious cleaning 
operations. 

These objects are achieved by the present invention by modifications both to the sheets and to 
the method of operation. 

In the first place, the flat configuration of the lower sheet is replaced by a shaped configuration 
comprising a flat base and a peripheral frame projecting from the flat base for a predetermined 
height so as to define a seat of dimensions corresponding in plan to those of the slab to be 
produced, but the aforementioned peripheral frame is given a height which is lower by a 
predetermined amount than that of the final slab to be produced so that, after the compaction 
step, a space of predetermined depth remains between the peripheral edge of the upper sheet 
and the top of the aforementioned frame. 

Excess mixture material is disposed in this space of predetermined depth during the step of 
vibratory compaction under vacuum and this material then remains attached to the edge of the 
slab during the hardening stage. When the final slab is pulled free of the two rubber sheets after 
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the hardening of the resin binder, the hardened raw slab obtained has a peripheral frame of 
hardened material which can easily be removed daring normal finishing operations for a slab of 
stony material. 

As will become clearer from the detailed description with reference to the drawings, with the 
present invention, when the upper sheet is pulled away from the now hardened slab, the material 
forming the slab is easily separated from the rubber sheet since the force applied by the sheet to 
the surface of the slab is tangential so that, even at the edges of the slab, the rubber sheet is 
separated in the same manner and with the same results (that is, without the material of the slab 
remaining adhering to the adjacent surface of the rubber sheet) as were achieved for the central 
portion of the rubber sheet in the known method. 

With reference now more specifically to the shaped configuration of the lower sheet, that is, the 
sheet holding the mixture initially deposited, its peripheral rim or, more precisely, the inner 
surface thereof which restrains the mixture material, may adopt various configurations which 
are based on an analysis of the forces acting on the inner surface of the rim and at the same time 
on the consequences with regard to waste material at the edge of the slab. 
In other words, the inner surface of the rim or frame of the lower sheet may adopt a shape or 
orientation which varies from a substantially vertical shape (in which case, the lower sheet is 
shaped like a box open at the top and with side walls perpendicular to the base surface) to a 
shape inclined in various ways (in which the lower sheet again forms a kind of box having an 
edge or frame with a flared arrangement). 

Now, the force acting on the inner surface of the rim is approximately perpendicular thereto 
and, for inclined surfaces in general, can be broken down into two components, that is, a 
horizontal component and a vertical component, respectively. The horizontal component is that 
which causes deformation of the resilient rim (which results in a force opposing the detachment 
of the rubber from the adjacent surface of the slab). 

On the other hand, the greater the outward inclination of the inner surface, the more easily the 
slab can be extracted. 

With regard to ease of extraction of the slab, and in order to create a force component which 
squeezes the rubber rim towards the press plate, an inner surface of the rim of the lower sheet 
inclined outwardly as much as possible (basically with an external angle of between 90° and 0°) 
therefore seems preferable. 

However, a greater inclination of the inner surface of the rim of the lower sheet corresponds to 
a greater width of the corresponding strip of waste material, whereas, if the peripheral rim is 
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perpendicular to the base surface of the sheet, the waste material is reduced to the maximum 
possible extent, but the aforesaid horizontal component increases to the maximum extent. 
The inner surface of the frame or rim of the lower sheet should therefore be shaped in a manner 
such as to increase the vertical component or force to the maximum possible extent and at the 
same time to reduce the amount of waste material on the edge of the hardened slab to the 
maximum possible extent. This situation generally corresponds to a surface inclined at an angle 
of less than 90° and preferably of the order of 45°. 

An upwardly concave curved shape of the inner or restraining surface of the rim or frame is also 
possible; in this case, most of the force is in fact discharged vertically onto the base rather than 
laterally. 

These and other aspects and advantages of the present invention will become clearer from the 
following detailed description given with reference to the appended drawings, in which: 
Figure 1 is a schematic view of the conventional production line to which the present invention 
is applied, 

Figure 2 is a schematic view of the production step in which the mixture of granulated material 
and binding resin is enclosed in an envelope formed by two rubber sheets, 
figure 3 is a partial section showing the edge portion of the corresponding envelope in the case 
of the present invention, on an enlarged scale, and 

Figure 3 A is a view similar to Figure 3 which shows the configuration actually adopted by the 
aforesaid edge portion in the implementation of the present invention, 

figure 4 is a view similar to Figure 3 showing a variant of the invention and, similarly, views of 

further variants of the present invention are shown in Figures 5, 6, 7 and 8, 

figures 9, 10 and 1 1 are schematic views of a further variant of the invention. 

Figure 1 shows a line for producing slabs bound with resin from a mixture constituted by 

granulated material or sand and binding resin. This is the production line described in European 

published Patent Application No. 0 786 325 mentioned above, the text of which should be 

referred to for frill information with regard to the line. 

It suffices herein to note that natural or synthetic rubber sheets, indicated 20, are placed at 
regular intervals on a conveyor belt 10 and constitute the lower sheets on which a metered 
quantity of mixture 26 prepared beforehand from granulated stone material and/or sand and 
hardenable binding resin is deposited in the station C, the metered quantity being disposed on 
the upper surface of the sheet 20 in the form of a layer 30 of uniform thickness having 
substantially the dimensions of the final slab to be produced. 
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In a station D downstream of the metering station C, a second rubber sheet 32 (the upper 
sheet), having dimensions larger than those of the layer of mixture 30 (as does the lower sheet 
20) is deposited on the upper surface of the layer 30 and the peripheral edges of the two sheets 
20 and 32 are made to meet (by deformation of the peripheral edge of the upper sheet 32) to 
form an envelope which encloses the layer of mixture 30 in the manner shown in Figure 2. 
It should be pointed out that, in the production line now described, the facing peripheral edges 
of the two sheets 20 and 32 are sprayed beforehand with a release liquid (as indicated by the 
reference numeral 21) and that, in the view of Figure 2, the upper sheet is deformed so as to fit 
perfectly against the adjacent surface of the layer 30 which does not actually happen since the 
natural resilience of the sheet 32 opposes such a deformation of the upper sheet 32 (in the 
absence of means performing this specific function). 

In fact, the peripheral edge of the upper sheet 32 will therefore adopt a downwardly inclined 
arrangement, leaving an irregular space which is filled by excess mixture during vibratory 
compaction, even though the compaction press has a compaction and pressure plate which is 
shaped so as to fit closely against the upper sheet even in the region of the sides of the layer 30. 
With reference now to Figure 3, this shows in section a portion of the envelope formed in the 
case of the present invention by the upper and lower rubber sheets and by the layer of mixture 
enclosed between them. 

For convenience of reference, the reference numerals used in Figures 1 and 2 are used again, 
increased by 100, for corresponding components in Figure 3. 

Thus, in Figure 3, the upper rubber sheet is indicated 132, the lower rubber sheet is generally 
indicated 120, and the mixture, which at the output of the station for vibratory compaction 
under vacuum (indicated E in Figure 1) is enclosed between the two aforesaid sheets, is 
indicated 130. 

Figure 3 A shows the same mixture before it enters the vibratory compaction station so that it 
can be appreciated that, before this operation, the mixture has a thickness S 0 decidedly greater 
than S and, that a space 100 A, also defined by a temporary deformation of the peripheral edge 
132 A of the upper sheet 132, remains in the region of the outer edge of the mixture between the 
upper rubber sheet 132 and the peripheral rim or frame 120A of the lower sheet 120. 
As can be seen from Figure 3, the upper sheet 132 is arranged in a completely flat configuration 
on the upper surface of the layer of compacted mixture 130 on which it bears whilst, in the 
region of the peripheral edge 132A, it is separated from the peripheral rim or frame 120A of the 
lower sheet 120 by a space or cavity 100 of predetermined depth equal to the difference h 
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between the thickness S of the mixture 130 and the thickness or height X of the peripheral rim 
120 A of the lower sheet 120. 

As will be seen from the following, - the s pace 100 prevents physical contact between the two 
J 32A a nd 120A 

corresponding edgesV6t'"the two sheets 132 and 120 defines a cavity of regular shape and 
very limited depth into which the excess mixture can escape at the compaction stage. After the 
slab has hardened, this excess mixture constitutes a flash which can easily be removed during 
the finishing of the completed slab. 

As can also be seen in Figure 3, the lower sheet is shaped and comprises a flat base 120B and 
the aforementioned frame or rim 120A which has an inclination of 45°; in this embodiment the 
portion 120E of the final slab enclosed between the inclined surface 120C and the vertical 
section identified by the broken line 120D constitutes waste material in the sense that it will 
have to be removed from the final slab at the finishing grinding stage, bearing in mind, in 
particular, that the surface in contact with the base I20B of the lower rubber sheet is that which 
constitutes the visible face in the final slab. 

It will thus also be understood why the inclination of the surface of the peripheral side or frame 
120 A of the lower sheet cannot adopt large values (which favour the separation of the lower 
rubber sheet) since an increase in this inclination increases the effect of the waste portions 120E. 
With regard to the material of the two sheets 132 and 120, it is worth noting that the lower 
sheet should preferably be inextensible so as to withstand the tensile forces to which it is subject 
during pressing, and which are generated by the horizontal thrust on the shaped rim. 
The lower sheet preferably has a composite structure in the sense that it is constituted by an 
intermediate layer I20M of cloth or fabric of non-deformable material such as Kevlar, polyester 
or nylon, enclosed between two rubber layers. Moreover, to prevent hysteresis phenomena (that 
is, persistence of any extension), the cloth or fabric undergoes a pre-tensioning process. 
Finally, the rubber sheet should also be able to withstand the temperatures of the hot catalytic 
hardening step which are of the order of 80-150°C. 

With regard to the upper sheet 132, however, this does not necessarily have to be composite in 
the same manner as the lower sheet but is preferably made of rubber of the same composition as 
that forming the rubber layers covering the inextensible cloth of the lower sheet. 
The lower sheet should also allow the peripheral rim to be gripped by pincer means as provided 
for, for example, in the method and plant described in International Patent Application No. 
PCT/EP98/02258 filed on April 11, 1998 in which the assembly constituted by the lower and 
the upper sheet which enclose the layer of mixture is gripped in the region of the lower edge for 
the handling operations to which the assembly has to be subjected on the production line, 
is prevented by the provision of the space 100. which 

AMENDED Si 
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In this case, the iower sheet 120 is preferably shaped as shown in Figure 5, thus having an outer 
gripping appendage 120F. 

With reference now to Figure 4, it can be seen that the shape of the inner surface of the rim or 
frame 120 A is modified in comparison with Figure 3 and, in this embodiment (as indicated by 
the reference I20G) has an upwardly concave curvature. In fact, the size of the portion 120E of 
waste material is thus reduced in comparison with the solution of Figure 3, but without a 
substantial reduction in the vertical component of the force acting between the lateral surface of 
the frame 120 A and the side of the slab of stoney material. 

With the solutions according to the present invention considered up to now, the following 
advantages are achieved: 

(1) the upper sheet is clean after detachment from the hardened slab; 

(2) the iower sheet is also substantially clean and, above aUL free of deposits of mixture after 
removal of the slab; 

(3) the pressure plate of the press no longer has to be equipped with the peripheral rim or 
frame for restraining the upper sheet so that its peripheral edge meets that of the lower 
sheet; 

(4) changing of the size of the slab is simplified since it suffices to change the dimensions of 
the iower sheet without altering the plate of the vibratory compaction press. 

Figures 6, 7 and 8 illustrate further variants of the present invention. In the solution shown in 
Figure 6, the upper and lower sheets are formed as mirror images of one another so that the 
empty space or cavity is formed in the region of the horizontal median plane of the layer of 
mixture. 

In this embodiment, an accurate selection of the dimensions of this space and, in particular, of 
its depth, in fact enables an adequate pressing action to be maintained but at the same enables 
the thin peripheral flash which, in this embodiment, would be disposed along the median plane, 
to be reduced. 

Naturally, in Figure 6, the reference numerals relating to the upper sheet have been 
supplemented by those of parts corresponding to pans of the lower sheet in the version of 
Figure 3. 

In the variant of Figure 7, on the other hand, there is provision for the insertion of an addirionaj 
insert 110 which is fixed to the lower surface of the upper sheet in the region in which the 
peripheral flash would otherwise form. In this embodiment, the thickness of the insert 110, 
which is preferably made of rubber, particularly soft rubber, is also calculated so as to perm:: 
adequate pressing but at the same time to prevent the formation of the aforementioned flash. 
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To provide an order of magnitude for this thickness, it should be of the order of 2mm. 

As can also be seen in Figure 7 T it is preferable for the inner surface of the insert 1 10 to be 

inclined slightly outwardly so as to favour the detachment of the upper sheet 132. 

The solution shown in Figure 8, however, relates to the possibility of forming suitable recesses 

or even holes having specific purposes in the final slab. A typical case is that of so-called 

kitchen "worktops" (support slabs or surfaces) which require holes for the fixing of utensils or 

recesses for fixing to underlying units. 

In this case, in the solution shown, a projection 120H of a height equal to that of the rim or 
frame 120A of the lower sheet 120 extends upwards from the flat base 120B of the said lower 
sheet 120, thus forming a second cavity 100 A. 

This technique may be used, for example, to form decorative designs or even writing on the 
visible face of the final slab. 

Finally, it is also possible by means of the present invention to produce slabs already divided 
into a plurality of smaller tiles or blocks. 

For this purpose, as shown in Figures 9-11, one of the two sheets, preferably the lower one, 
carries a lattice-like structure 120L projecting from the base 120B. 

The final sheet will thus automatically be divided into a plurality of uniform blocks which are 
separate from the outset or are joined by a very thin connecting flash which can easily be 
removed in the course of the usual finishing operations. 

The invention has been described with reference to preferred embodiments thereof upon the 
understanding that conceptually and mechanically equivalent modifications and variations are 
possible and foreseeable without departing from the scope thereof 
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CLAIMS 

1 . Method of producing slabs made of granulated stone materials and/or sand bound with a 
hardenable resin, of the type in which a mixture of granulated stone material and/or sand and 
hardenable resin is spread on a support so as to form a layer of substantially uniform thickness, 
the support being protected by a sheet material interposed between the upper surface of the 
support and the layer of mixture, the support is transferred to a station for vibratory compaction 
under vacuum, care being taken to protect the upper surface of the layer of mixture with a sheet 
material superimposed on the layer before it reaches the station and, after the vibratory 
compaction under vacuum, the support with the layer of compacted mixture is transferred to a 
hardening station, the said sheet material aiso being highly resilient, characterized in that the flat 
configuration of the lower sheet is replaced by a shaped configuration comprising a flat base and 
a peripheral frame projecting from the said flat base for a predetermined bright so as to define a 
seat of dimensions corresponding in plan to those of the slab to be produced, the 
aforementioned peripheral frame having a height which is lower by a predetermined amount 
than that of the final slab to be produced so that, after compaction, a space of predetermined 
depth remains between the peripheral edge of the upper sheet and the top of the aforementioned 
frame. 

2. Method according to Claim 1, characterized in that the lower sheet is constituted by a cloth 
of inextensible fabric covered with a layer of rubber on both sides. 

3. Method according to Claim 2, characterized in that the cloth of inextensible fabric is 
subjected to a pretensioning treatment before being covered with the layers of rubber. 

4. Method according to Claim 1, characterized in that the rubber which covers the said 
inextensible cloth can withstand temperatures of between 80 and 150°C and chemical agents. 

5. Method according to Claim 1, characterized in that the said upper sheet has a configuration 
which is a mirror image of that of the said lower sheet so that the said empty space or cavity is 
located in the vicinity of the horizontal median plane of the final slab. 

6. Method according to Claim 1, characterized in that an insert is fixed to the lower surface of 
the said upper sheet in order partially to fill the empty cavity or space formed between the 
peripheral edges of the said lower and upper sheets when they enclose a metered quantity of 
mixture. 

7. Method according to Claim 1 , characterized in that projections extend from the said flat base 
of the lower sheet and/or from the surface of the said upper sheet which comes into contact 
with the said mixture in order to form recesses or holes in the finished slab. 
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8. Method according to Claim 1, characterized in that, in order to produce slabs already divided 
into a plurality of blocks or tiles, one of the two sheets, preferably the lower one, carries a 
lattice-like structure projecting from the surface facing towards the mixture. 

9. Shaped sheet usable for the production of slabs from a mixture constituted by granulated 
stone material and/or sand and by a binding resin according to the method of Claim 1, 
characterized in that it comprises a flat base and a peripheral frame projecting from the said flat 
base for a predetermined height so as to define a seat of dimensions corresponding in plan to 
those of the slab to be produced, the said predetermined height being lower by a predetermined 
amount than that of the final slab to be produced so that, after compaction, a space of 
predetermined depth remains between the peripheral edge of the upper sheet and the top of the 
aforementioned frame. 

10. Shaped sheet according to Claim 9, characterized in that the said rim or frame has an inner 
surface, inclined at an angle of less than 90° to the vertical plane, for contact with the said 
mixture deposited on the fiat base. 

11. Shaped sheet according to Claim 10, characterized in that the said inclination of the said 
contact surface is between 45 and 90°. 

12. Shaped sheet according to Claim 9, characterized in that the said rim or frame has an 
upwardly concave curved inner surface for contact with the said mixture, 

13. Shaped sheet according to Claim 9, characterized in that it has a composite structure 
constituted by a cloth of inextensibie material covered with a layer of rubber on both sides. 

14. Shaped sheet according to Claim 13, characterized in that the said cloth of inextensibie 
material is subjected to a pretensioning treatment. 

15. Shaped sheet according to Claim 9, characterized in that a flat appendage which can be 
gripped by pincer pulling and transfer means is provided along at least one side of the sheet. 

16. Shaped sheet according to Claim 9, characterized in that, in order to form slabs divided in 
advance into a plurality of tiles or blocks, a lattice-like structure is provided, projecting from the 
surface of at least one of the said sheets facing the mixture. 

17. Shaped sheet according to Claim 9, characterized in that projections for forming recesses or 
holes in the finished slab extend from the said flat base of the said lower sheet which contacts 
the said mixture. 
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As a below named inventor, I declare that: My residence, post office address and citizenship are as stated below next 
to my name. I believe I am the original, first and sole inventor (if only one name is listed below) or an original, first 
and joint inventor (if plural names are listed below) of the subject matter which is claimed and for which a patent is sought 

on the invention entitled, (1) Method of producing slabs of granulated stone materials 

_____ , the specification of which is attached hereto unless the following box is checked: 

(2) [ ] was f^Led on (3) (4) as U. S. Appl. SK or PCT International Appl . 

Mo. PCT/EP9o/Qo9o4 and was amended on (5) (if applicable). 

I state that I have reviewed and understand the contents of the above- identified specification, including the claims, 
as amended by any amendment referred to above. I acknowledge the duty to disclose information which is material to 
patentability as defined in 37 CFR 1.56. I claim foreign priority benefits under 35 USC 119 of any foreign application^} 
for patent or inventor's certificate listed below and have also identified below any foreign application for patent or 
inventor's certificate having a filing date before that of the application on which priority is claimed: 

Prior Foreign Appl icat ion(s) 

NUMBER COUNTRY DAY/MOKTH/YEAR FILED PRIORITY CLAIMED 

(6> . C 3 Yes [ 3 No 



t 3 Yes [ 3 Mo 
£ 3 Yes C 3 Ho 
t 3 Yes M Ho 



LJ I claim the benefit under 35 USC 120 of the United States appl icati on(s) listed below and, insofar as the subject matter 
°f^S ac '' of the claims of this application is not disclosed in the prior United States application in the manner provided by 
the^first paragraph of 35 USC 112, I acknowledge the duty to disclose information which is material to patentability as 
^ e tl nec * * n ^7 CFR 1-56 which became available between the filing date of the prior application and the national or PCT 
international filing date of this application: 

Appln. Serial Ko. Filing Date 

__ (Status: I 3 Patented [ 3 Pending [ 3 Abandoned) 



(Status: f 3 Patented [ 3 Pending I 3 Abandoned) 



I appoint B. Franklin Griffin, Jr., Reg. No. J9_^34; F. Prince Butler, Reg. Ko. 25^666; Fred S. Vhisenhunt, Reg. No. 
2^378; and George C. Kurtossy, Reg. Ho. 20,60 5, individually and jointly my attorneys with full power of substitution and 
re 2t caI:i ' on ' to Prosecute this application and to transact all business in the Patent and Trademark Office connected 
thjfewith, and with the resulting patent, whose address is Gri ff in, ..Butler , Whisenhunt & Kurtpssy, Suite PH-1,_230G_9th_ 

M, 1 decl - are _that all statements made herein of my own knowledge are true and that all statements made on information and 
HE! ef are believed to be true; and further that these statements were made with the knowledge that willful false statements 
argbi the like so made are punishable by fine or imprisonment, or both, under 18 USC 1001 and that such willful false 
s 1?f ements jeopardize the validity^of the application or any patent issued thereon. 

cm ~™ r | x . / Toncelli Luc a 

(o) Full name of sole or — -------- 



or first inventor 

Inventor's signature X^^^ <g y^^^t^y^^-^^ Date February 14, 2000 

Residence Viale Asiago 34 - 1 36061 Bassano_dei^Grappa (Vicenza) ~X-~J~ K )f 

— Citizenship Italian 



Post office Address the same 

(8) Full name of joint inventor 



Inventor *s signature Date 
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Citizenship 
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(8) Full name of joint inventor 

Inventor's signature _ Date 

Residence 
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Post Office Address 



CI) Insert title of invention. 

(2) Check block for PCT application or U. S. application already on file, and complete items (3), (4) and (5). If PCT 

national phase entry application, insert international PCT application filing date. Serial No., and date of any Article 
19 amendments. 

(6) Complete for foreign priority documents; add additional page if needed. 

(7) Complete for earlier US parent applications; add additional page if needed. 
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